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AMENDMENTS TO THE CLAIMS 

1-40. (cancelled) 

(currently amended) A composition composing: 

(a) polymer particles having 

(1) a one millimeter penetration temperature of less than ahmt 75 °C as 
determined by thermal mechanical analysis; or 

(2) an unconfmed yield strength of greater than*kw* 15 pounds per square foot 
(73 kilograms per square meter); or 

(3) both (1) and (2); 

(b) an effective amount of anti-blocking agent mechanically adhered to the polymer 
particles; 

wherein the polvmer partic le ? comprise a substantially random inteTDolvmer comprising: 

m . nolvmer units derived from: 

(i) at least one vinyl or vinylidene aromatic monomer: or 

(n) a combination of at least one vinyl or vinylidene aromatic 
monomer and at least one stericallv hindered aliphatic or 
cvcloaliphatic vinvl or vinyli dene monomer; and 

(2) polymer units derived from at least one 

(i) ethylene: or 

(ii ) aliphatic alnha-olefin monomer hav in p from 3 to 20 carbon atoms. 

42. (cancelled) 

43. (cancelled) 
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2- J" 

(currently amended) The composition of Claim 42^1 wherein the interpolymer comprises: 

(a) polymer units derived from one or more vinyl aromatic monomers and polymer 
units derived from ethylene; 

(b) polymer units derived from one or more vinyl aromatic monomers and polymer 
units derived from ethylene and one or more C3 or C20 alpha-olefins; 

or 

(c) polymer units derived from one or more vinyl aromatic monomers and polymer 
units derived from a combination of ethylene and norbornene. 

. ^45T(currently amended) The composition of Claim 42 4± wherein the vinyl aromatic monomer is 
styrene. 

^ A 

^6: (currently amended) The composition of Claim 42 m wherein the interpolymer is selected 
from the group consisting of polymer units derived from: 

(a) ethylene and styrene; 

(b) ethylene and propylene and styrene; 

(c) ethylene and butene and styrene; 

(d) ethylene and pentene and styrene; 

(e) ethylene and hexene and styrene; and 

(f) ethylene and octene and styrene. 

Jn* (currently amended) The composition of Claim 42^Hfwheiti*i the interpolymer comprises 
from 50 to 97 mole percent of polymer units derived from ethylene based on the total moles of 
monomer. 

A A 

(currently amended)The composition of Claim 43 il vvherein the interpolymer comprises 
from 50 to 97 mole percent of polymer units derived from ethylene based on the total moles of 
monomer, and polymer units derived from styrene. 

49-51. (cancelled) 
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. 52. (Wjthdrtrttfn^T^e composition of Claim 49 which farther comprises polymer units derived 
^^J^^Som vinyl acetates. 



% 1. 

Jftl ( W ii hd i waft The composition of Claim^H^wherein the polymer is a styrenic block 
copolymer. 

^S4f" (IfiMwtown ) The composition of Ciaim^wherein the styrenic block copolymer is selected 
from the group consisting of styrene-butadiene copolymer and styrene-butadiene-styrene 
copolymer. 



. 55. (y^^vx^if^k composition of Claim 41 wherein the polymer is a polyvinyl chloride 



a) The composition of Claim ^>Kwherein the polymer comprises polymer units 
derived propylene. 

J&K ^Briginal) The composition of Claim fl( wherein the anti-blocking agent comprises from 
0.02 to 3 weight percent anti-blocking agent based on the total composition. 

(Original) The composition of Claim-5T wherein the anti-blocking agent comprises from 
0.08 to 1.5 weight percent anti-blocking agent based on the total composition. 

J>91 (Original) The composition of Claim Sj^wherein the anti-blocking agent comprises from 0.1 
to 0.5 weight percent anti-blocking agent based on the total composition- 

^M. (Original) The composition of Clainv§9 wherein the anti-blocking agent comprises from 
0.15 to 0J weight percent anti-blocking agent based on the total composition. 

ptf. (Original) The composition of Claim^K wherein the anti-blocking agent is selected from the 
group consisting of talc, mica, calcium carbonate, finely divided silica, fumed silica, organic 
acids, metal organic esters and powdered polymers. 

^ (Original) The composition of Claim 4^herein the anti-blocking agent is talc. 
Jrt. (Original) The composition of Claimed wherein the anti-blocking agent is calcium stearate. 
fek' (Original) The composition of Claim^wherein the anti-blocking agent is talc. 

15 . .13 

65. (Original) The composition of Claitp*60 wherein the anti-blocking agent is talc. 
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Jfc (Original) The composition of Clain^l wherein the anti-blocking agent is mechanically 

adhered to the surface of at least about 50 percent of the polymer particles. 

20 0 
J&K (Original) The composition of ClaimJJfi'Xvherem at least about 10 percent of the diameter of 

an individual anti-blocking agent is embedded into an individual polymer particle. 

JX7 (Original) The composition of Claini^wherein up to about 50 percent of the diameter of 

an individual anti-blocking agent is embedded into an individual polymer particle. 

22, 

(Original) The composition of Claim 41 wherein the unconfined yield strength of the 
composition is at least about 20 percent greater than the strength of the same composition 
without an anti-blocking agent. A 

of CiaixtM v 



(W rtwft ) The composition of Clainf^ which further comprises up to 50 percent (by 
weight) of at least one other thermoplastic polymer- 

24 

TJtC (£m£Ammr) The composition of Claim JTO^wherein the at least one other thermoplastic 
polymer is selected from the group consisting of homopolymers and copolymers of polystyrene, 
polyetihylene and polypropylene. 

. 25 

^Pl, (Original) A composition comprising: 

(a) a substantially random interpolymer comprised of polymer units derived from 
ethylene and polymer units derived from styrene; 

(b) from 0.15 to 0.3 weight percent of anti-blocking agent selected from the group 
consisting of talc and calcium stearatc wherein the anti-blocking agent is mechanically adhered 
to the interpolymer particles. 

73-83. (Cancelled) 
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